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: Est Rev:A 04.07.01 
New issue KJ/JLM 


Est Rev B 
07.08.07 Thermoformin house DL 


Ext. Rev C. 08.02.06 to reflect updatedDwg. DL 


Est. Rev D. 08.04.15 
MaterialChange DL 


Drawing Name 
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Project 
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: FLOOR PROTCTOR AFT RH 
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Additional Product 


Job Number: 


11111111111111111111111111111111111 


Seq.#: 
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Machine Or Operation: 


MLEXS093F600602 


1111111111111111111111111 


Description : 


GE PLASTICS LEXAN SHEET 


111111111111111 


HAND FINISHING THERMOFORMING 


Material Batch Number 


HAND FINISH TH 


1111111111111111111111111 


Comment: Qty.: 
4.3330 sf(s)/Unit 
Total: 
43.3300 sf(s) 


GE PLASTICS LEXAN SHEET K lob751 


\A lab7 $'1 
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1) Cut Blanks 


3.0 
THERMOFORMING 


1111111111111111111111111 


Comment: HAND FINISHING THERMOFORMING 


Comment: THERMOFORMING 
MACHINE 


Thermoform 
as per Dwg. D32811 and Folio FTA 010 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 
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Description: 


5.0 
HAND FINISHTH 
HAND FINISHINGTHERMOFORMING 


1111111111111111111111111 


Comment: HAND FINISHING 
THERMOFORMING 


1) Trim to Finished Dimensions 


6.0 
QC2 
INSPECTPARTSAS THEYCOMEOFF MACHINE 


1111111111111111111111111 
11111111111111111 1I111111 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 
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1111111111111111111111111 


Comment: INSPECT WORK TO CURRENT 
STEP 


8.0 
PACKAGING1 
PACKAGINGRESOURCE#1 


1111111111111111111111111 


Comment: PACKAGING 
RESOURCE 
#1 
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Comment: FINAL INSPECTIONIW/O 
RELEASE 
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Work Order: 
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Description: 
Floor Protector, Aft RH 
Part Number: 
03281-4 


Inspection 
Dwg: 03281 
Rev: 0 
Page 1 of 1 


FIRST ARTICLE INSPECTION CHECKLIST 
o First Article 
D Prototype 


THERMOFORMING SECTION 


TRIMMING SECTION 


Description 
Accept 
Reject 
Method of 
Comments 
Inspection 


Inside Radii less than 0.1875" 
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Shape Definition 
- 


Texture Retention 
•••.•...... .......- 


Material imperfections such as bumps, cracks, voids, 
- 
scratchina 
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Drawing 
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Approval: 
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Rev 
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New Issue 
Dimensions u 
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_ 


H:\FORMS\Quality 
Assurance\approved 
QA\FAIT 
revA 


8 
7 
6 
5 
4 
3 
2 


f1;: .; 
i<. 
__. r- ~}\ 
f'l :~~~'.9Y:il_~!? 
U 
B 


o 


C 


LO.25 
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0.50 (REF) 


MIN THICKNESS 
OF 0.030 
ACCEPTABLE 
IN 
HATCHED 
AREA 


11.7 


1.85 (REF) 


01.32 
(REF) 


MIN THICKNESS 
OF 0.030 
ACCEPTABLE 
IN HATCHED 
AREAS 


11.90 (REF) 


12.34 
(REF) 


17.1 


TEXTURED 
SURFACE 
ON THIS 
SIDE 
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05.11.25 
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Nor 
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COPIED 
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FROM 
DART 
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DESCRIPTION 
DART AEROSPACE 
LTD 
HAWKESBURY, 
ONTARIO, 
CANADA 


DRAWING 
NO. 
REV. D 
D3281 
SHEET10F4 


TITLE 
SCALE 


FLOOR 
PROTECTOR 
NTS 


THICKNESS 
0.093 WAS 0.125, MIN THICKNESS 
0.070 
WAS 0.080, PIN AND BIN 10 WITH VIBRATING 
STYLUS 
(ZN A7-1, A7-2, A7-3, A7-4); 03281-4 
NOW ON PAGE 4; 
CORRECT 
WEIGHTS 
(ZN A8-1, A8-2, A8-3, A8-4) 


UPDATE 
DIMS TO MATCH PARTS: 
COLOUR 
701 WAS 700; GENERAL 
UPDATE 


NOW LEXAN; DIMS AS MANUFACTURED 


NEW ISSUE 


o 


C 


B 


A 


REV. 


DESIGN 


DRAWN 


CHECKED 


MFG. APPR. 


APPROVED 


DE APPR. 


DATE 


3 
4 
5 


03281-1 
FLOOR PROTECTOR 


6 
7 
8 


03281-1 
NOTES: 
1) THERMOFORM 
WITH MOLD D3281-1T1 
PER DART OSI 022; TRIM AS SHOWN 
MINIMUM 
THICKNESS 
AFTER 
FORMING: 
0.070" EXCEPT WHERE 
INDICATED 
2) MATERIAL: 
LEXAN 
F6006, 
BLACK No. 701, 0.093" THICK~ 
(REF DART SPEC MLEXS.093-F6006-02) 
D 
3) FINISH: NONE 
4) TOLERANCES: 
PER DART OSI 018 UNLESS 
OTHERWISE 
NOTED 
5) UNITS: INCHES 
UNLESS 
OTHERWISE 
NOTED 
6) BREAK SHARP 
EDGES: 
0.010 MAX 
1\ 
7) IDENTIFICATION: 
IDENTIFY 
WITH DART PIN "03281-1" 
AND BATCH NUMBER 
"BXXXXX" 
ON SMOOTH 
SIDE OF PART USING VIBRATING 
STYLUS 
~ 


8) WEIGHT: 
0.95 Ib 1:\ 
~ 
. 


A 


8 
7 
6 
5 
4 
3 
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o 


C 


B 


TEXTURED SURFACE 
ON THIS SIDE 


17.4 


MIN THICKNESS OF 0.030 
ACCEPTABLE 
IN HATCHED AREA 


12.1 


1.00 (TYP) 


3.10 (REF) 


1.85 (REF) 


MIN THICKNESS OF 0.030 
ACCEPTABLE 
IN HATCHED AREAS 


10.25 


-j n 
0.50 (REF) 
-11=0.95 


o 


C 


B 


A 


03281.2 
FLOOR PROTECTOR 


03281.2 
NOTES: 
1) THERMOFORM 
WITH MOLD D3281-2T1 
PER DART OSI 022; TRIM AS SHOWN 
I\D 
MINIMUM 
THICKNESS 
AFTER 
FORMING: 
0.070" EXCEPT WHERE 
INDICATED 
~ 


2) MATERIAL: 
LEXAN 
F6006, 
BLACK No. 701, 0.093" THICKffi 
(REF DART SPEC MLEXS.093-F6006-02) 
D 
3) FINISH: NONE 
4) TOLERANCES: 
PER DART OSI 018 UNLESS 
OTHERWISE 
NOTED 
5) UNITS: INCHES 
UNLESS 
OTHERWISE 
NOTED 
6) BREAK SHARP EDGES: 
0.010 MAX 
M 
7) IDENTIFICATION: 
IDENTIFY 
WITH DART PIN "03281-2" 
AND BATCH NUMBER 
"BXXXXX" 
ON SMOOTH 
SIDE OF PART USING VIBRATING 
STYLUS 
D 


8) WEIGHT: 
0.971bM . 


DESIGN 


DRAWN 


CHECKED 


MFG. APPR. 


APPROVED 


DE APPR. 


DATE 
08.03.28 


DART AEROSPACE 
LTD 
HAWKESBURY, ONTARIO, CANADA 


DRAWING NO. 
REV. D 
03281 
SHEET20F4 


TITLE 
SCALE 
FLOOR PROTECTOR 
NTS 
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17.1 
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C 


B 


TEXTURED 
SURFACE 
ON THIS 
SIDE 


0.95 


14.3 


l 


O.SO(:1 


17.8 


MIN THICKNESS 
OF 0.050 
ACCEPTABLE 
IN HATCHED 
AREA 


1-.---14.73 
TO BEND 
(REF) 
0.25 


-r1-3.1~ 


10.24 
(REF) 


0.89 (REF) 
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03281-3 
FLOOR PROTECTOR 
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USED 
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CO~EO 
OR 
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'ITOOUT 
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REV. D 
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SCALE 


NTS 


TITLE 


FLOOR 
PROTECTOR 


DART AEROSPACE 
LTO 
HAWKESBURY, 
ONTARIO, 
CANADA 


DRAWING 
NO. 
03281 


DESIGN 


DRAWN 


CHECKED 


MFG. APPR. 


APPROVED 


DE APPR. 


DATE 
08.03.28 
, ) 


03281-3 
NOTES: 
1) THERMOFORM 
WITH MOLD D3281-3T1 
PER DART aSI 022; TRIM AS SHOWN 
MINIMUM 
THICKNESS 
AFTER 
FORMING: 
0.070" EXCEPT WHERE 
INDICATED 
2) MATERIAL: 
LEXAN 
F6006, BLACK No. 701, 0.093" THICKM 
(REF DART SPEC MLEXS.093-F6006-02) 
0 
3) FINISH: NONE 
4) TOLERANCES: 
PER DART aSI 018 UNLESS 
OTHERWISE 
NOTED 
5) UNITS: INCHES 
UNLESS 
OTHERWISE 
NOTED 
6) BREAK SHARP 
EDGES: 
0.010 MAX 
7) IDENTIFICATION: 
IDENTIFY 
WITH DART PIN "03281-3" 
AND BATCH NUMBER 
"BXXXXX"ON 
SMOOTH 
SIDE OF PART USING VIBRATING 
STYLUS 


8) WEIGHT: 
0.87 IbM 
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A 
DART AEROSPACE 
LTO 
HAWKESBURY, 
ONTARIO, 
CANADA 


DRAWING 
NO. 
REV. D 
D3281 
SHEET40F4 


TITLE 
SCALE 
FLOOR PROTECTOR 
NTS 


COPYRIGHT@2004 
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THIS 
OOCUMEN, 
IS PR.IVATE 
AND 
CONFIDENTIAL 
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IS SUPPLIED 
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EXPRESS 
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NOT 
TO BE USED 
FOR 
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PURPOSE 
OR 
COPIED 
OR COMMUNICATED 
ro ANY 
OTHER 
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WITHOUT 


WRITTEN 
PERMISSION 
fROM 
DART 
AEROSPA,CE 
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DESIGN 


DRAWN 
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APPROVED 


DE APPR. 


DATE 
08.03.28 


0.25 


0.89 (REF) 


14.73 TO BEND (REF) ----I 


17.1 


17.8 


03281-4 
FLOOR PROTECTOR 


MIN THICKNESS OF 0.050 
ACCEPTABLE 
IN HATCHED AREA 


14.3 


~.50(REF) 


0.95 


TEXTURED SURFACE 
ON THIS SIDE 


03281-4 
NOTES: 
1) THERMOFORM 
WITH MOLD D3281-4T1 
PER DART aSI 022; TRIM AS SHOWN 
MINIMUM 
THICKNESS 
AFTER 
FORMING: 
0.070" EXCEPT 
WHERE 
INDICATED 


2) MATERIAL: 
LEXAN 
F6006, BLACK No. 701, 0.093" THICKffi 
(REF DART SPEC MLEXS.093-F6006-02) 
D 
3) FINISH: 
NONE 
4) TOLERANCES: 
PER DART aSI 018 UNLESS 
OTHERWISE 
NOTED 
5) UNITS: 
INCHES 
UNLESS 
OTHERWISE 
NOTED 
6) BREAK SHARP 
EDGES: 
0.010 MAX 
7) IDENTIFICATION: 
IDENTIFY 
WITH DART PIN "03281-4" 
AND BATCH NUMBER 
"BXXXXX"ON 
SMOOTH 
SIDE OF PART USING VIBRATING 
STYLUS 


8) WEIGHT: 
0.87 Ibffi 
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